SULPHUR IN  STEEL, MUCK  BAR,  PIG  IRON,  ETC.       275
for analysis to obtain per cent of sulphur. If the barium sulphate does not burn white it can be fused with i gram of sodium carbonate. The melt is then dissolved in water; filtered from BaCOs; the filter washed with water and the filtrate and washings acidulated with a slight excess of i : i hydrochloric acid. Heat to boiling and precipitate with 10 c.c. of a filtered, saturated solution of barium chloride diluted to 50 c.c. with water. Finish as before, washing this time with water only.